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ABSTRACT : 

CHG DATE=20040113 STATUS=0>A perpendicular recording medium 
includes a 

perpendicular recording layer (17) formed over a substrate (11) 
through a soft 

magnetic underlayer (13, 14, 15), the soft magnetic underlayer (13, 
14, 15) 

then being arranged to include a plurality of soft magnetic layers 
(13, 15) 

physically separated by a non-magnetic layer (14) , and further, the 
soft 

magnetic layers (13, 15) being formed of nanocrystals , with these 
arrangements , 

local magnetic loops are formed between the soft magnetic layers (13, 
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15) that 

are adjacent to each other through the non-magnetic layer (14) , 
thereby- 
suppressing spike noise and modulation that arises from the soft 
magnetic 

underlayer (13, 14, 15). 
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(54) Perpendicular magnetic recording media 

(57) A perpendicular recording medium includes a 
perpendicular recording layer (1 7) formed over a sub- 
strate (11) through a soft magnetic underlayer (13, 14, 
1 5) , the soft magnetic underlayer( 13, 14, 15) then being 
arranged to include a plurality of soft magnetic layers 
(13, 15) physically separated by a non-magnetic layer 
(14), and further, the soft magnetic layers (13, 15) being 
formed of nanocrystals, with these arrangements, local 
magnetic loops are formed between the soft magnetic 
layers (13, 15) that are adjacent to each other through 
the non-magnetic layer (1 4), thereby suppressing spike 
noise and modulation that arises from the soft magnetic 
underlayer (1 3, 14, 15). 
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Description 

BACKGROUND OF THE INVENTION 

5 [0001] The present Invention relates to a perpendicular magnetic recording medium, a method of manufacturing the 
same, and a magnetic storage apparatus. More specifically, the invention relates to a magnetic recording medium 
having an area! recording density of 50 gigabits or more per square inch, the method of manufacturing the magnetic 
recording medium, and a magnetic storage apparatus that incorporates the magnetic recording medium thereinto. 
[0002] Since 1 998, the areaJ recording density of magnetic hard disk drives has been expanding at an annual increase 

io rate of 1 00%. However, as the area! recording density is increased, a so-called thermal decay begins to be manifest. 
The thermal decay is a phenomenon where magnetically recorded data disappears due to the influence of ambient 
heat. Thus, the conventional longitudinal recording method is considered to be difficult to achieve the areal recording 
density exceeding 50 gigabits per square inch. 

[0003] A perpendicular recording method, on the other hand, is different from the longitudinal recording method: this 
is method possesses a feature where as a linear recording density is increased, a demagnetizing field between adjacent 
bits weakens, thereby maintaining recorded magnetization with stability. Further, by providing a soft magnetic under- 
layer with a high permeability under a perpendicular recording layer, a stronger head magnetic field is obtained. For 
this reason the coercrvity of the perpendicular recording layer can be increased. 

For the above-mentioned reasons, the perpendicular recording method is considered to be one of promising means 

20 that can surmount the thermal fluctuation limit of the longitudinal recording method. 

[0004] In the perpendicular recording method, a combination of a double-layer perpendicular recording medium con- 
stituted by the soft magnetic underlay er and the perpendicular recording layer with a single-pole-type head is effective 
in realizing High-density recording. However, since the double-layer perpendicular recording medium includes the soft 
magnetic under! aver with a high saturation magnetic flux density (Bs), a stray field generated from the domain wall of 

25 the soft magnetic underlayer is observed as spike noise. Further, a problem has been pointed out that recorded mag- 
netization disappears due to movement of the domain wall of the soft magnetic underlayer. In order to solve the prob- 
lems described above, there is proposed a method of providing a hard magnetic pinning layer between the soft magnetic 
layer and a substrate, thereby aligning magnetization of the soft magnetic underlayer in one direction, as disclosed in 
JP-A-7-1 29946 and JP-A-1 1 -1 9121 7. There is also proposed a method of constituting the soft magnetic underlayer by 

30 a plurality of soft magnetic layers mutually separated by non-magnetic layers, thereby performing magnetization re- 
versal between adjacent soft magnetic layers, as disclosed in JP-A-2001 -155322. 

[0005] In the method of providing the hard magnetic pinning layer, however, magnetic domains tend to be formed at 
the inner and outer edges of a disk, so that the spike noise might be observed from the magnetic domains. In addition, 
the process of magnetizing the hard magnetic pinning layer is required, which would raise manufacturing costs. In the 

35 method of performing magnetization reversal between adjacent soft magnetic layers, on the other hand, each layer 
tends to assume a multi-domain structure when the substrate is in the shape of a disk. Thus, it cannot be recognized 
to be effective in solving the problem of disappearance of recorded magnetization resulting from the domain wall motion. 
[0008] JP-A-2002-074648 also discloses a method of employing ferromagnetic nanocrystals precipitated by anneal- 
ing as a material for forming the soft magnetic underlayer. With this method, a clear domain wall is hard to be formed, 

40 so that this method is effective in reducing the spike noise and solving the problem of disappearance of recorded 
magnetization. However, depending on the process of forming a medium, weak spike noise or modulation of an output 
signal is sometimes observed. Such a reduction in the quality of the output signal becomes a problem when the magnetic 
hard disk drive is constructed. 

45 SUMMARY OF THE INVENTION 

[0007] It is therefore an object of the present invention to provide a perpendicular magnetic recording medium with 
a high recording density of 50 gigabits or more per square inch and a high medium S/N ratio by suppressing spike 
noise and modulation that will arise from a soft magnetic underlayer. It is a further object of the present invention to 

50 realize a high-density magnetic storage apparatus by using the high-density recording medium described above. 

[0008] in order to achieve the objects described above, in a perpendicular magnetic recording medium according to 
the present invention, a plurality of soft magnetic layers constituted by nanocrystals and non-magnetic layers for phys- 
ically separating the soft magnetic layers are seen on a transmission electron microscopy image observed by irradiating 
the section of the perpendicular magnetic recording medium with an electron beam in the direction of the normal to 

55 the section, and 110, 200, and 211 diffraction rings of a body-centered cubic (bcc) structure are seen on an electron 
diffraction pattern in the same view as for the transmission electron microscopy image. 

[0009] In the perpendicular magnetic recording medium, local magnetic loops are formed between the soft magnetic 
layers that are adjacent to each other through the non-magnetic layers. Both of spike noise and modulation of an output 
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signal are thereby suppressed. 

[0010] On the other hand, in a method of manufacturing a perpendicular magnetic recording medium according to 
the present invention, for forming a soft magnetic underlayer, alternate lamination of non-magnetic layers and amor- 
phous alloy layers which are mainly constituted by Fe is performed, and annealing for causing ct-Fe nanocrystals to 
be formed from the amorphous alloy layers is performed. 

[0011] Still further, a magnetic recording apparatus according to the present invention includes the perpendicular 
magnetic recording medium of which the soft magnetic underlayer includes a plurality of the soft magnetic layers 
physically separated by the non-magnetic layers, and the soft magnetic layers are constituted by the nanocrystals with 
a generally random crystallographic orientation. 

BRIEF DESCRIPTION OF TWE DRAWINGS 

[0012] 

FIG. 1 is a sectional view of a perpendicular recording medium according to a first embodiment of the present 
invention; 

FIG. 2 is a sectional view of a perpendicular recording medium of a comparison example; 

FIGS. 3(a) and 3(b) are characteristic diagrams showing spike noise distributions of a comparison example medium 

and the medium in the first embodiment, respectively; 

FIGS. 4(a) and 4(b) are characteristic diagrams of modulation of read outputs for the comparison example medium 
and the medium in the first embodiment, respectively; 

FIG. 5 is a schematic diagram of local magnetic loops formed between soft magnetic layers that are adjacent to 
each other through a non-magnetic layer; 

FIGS. 6(a) and 6(b) are schematic diagrams showing magnetization states of the soft magnetic underlayer of the 
comparison example medium and the soft magnetic underlayer of the medium in the first embodiment, respectively; 
FIG. 7 shows characteristic graphs indicating relationships between the coercivity of the soft magnetic underlayer 
and the total film thickness of the soft magnetic layers; 

FIGS. 8(a), 8(b), and 8(c) are characteristic diagrams showing modulation of read outputs for media in the first 
embodiment; 

FIGS. 9(a), 9(b), 9(c), and 9(d) are characteristic diagrams showing spike noise distributions of media in the first 
embodiment; 

FIG. 10 is a characteristic graph showing the relationship between the coercivity of the soft magnetic underlayer 
and the film thickness of the non-magnetic layer, in the perpendicular recording medium according to the first 
embodiment; 

FIG. 11 is a sectional view showing a layer configuration of a perpendicular recording medium according to a 
second embodiment of the present invention; 

FIG. 12 is a sectional view showing a layer configuration of the perpendicular recording medium according to the 
second embodiment of the present invention; 

FIG. 13 shows characteristic graphs indicating thin-film X-ray diffraction patterns (28 scan) of media in the second 
embodiment and a comparison example medium; 

FIG. 14(a) shows a bright-field image of a medium section observed by a TEM; 

FIG. 14(a)' is a schematic diagram of the bright-field image of the medium section observed by the TEM; 
FIG. 14(b) is a characteristic diagram showing an electron diffraction pattern; 
FIG. 14(b)' is a schematic diagram showing the electron diffraction pattern; 

FIGS. 15(a), 15(b), 15(c), and 1 5(d) are characteristic diagrams showing spike noise distributions of a comparison 
example medium and media in the second embodiment, respectively; 

FIGS. 16(a), 16(b), 16(c), and 16(d) are characteristic diagrams showing spike noise distributions of comparison 
example media in the second embodiment; 

FIG. 1 7 show characteristic graphs indicating relationships between the coercivity of the soft magnetic underlayer 
and the number of layers for the soft magnetic layers; 

FIG. 18 shows characteristic graphs indicating (6-26 scan) X-ray diffraction patterns of a medium in a third em- 
bodiment of the present invention; 

FIGS. 19(a), 19(b), and 1 9(c) are characteristic diagrams showing spike noise distributions of a comparison ex- 
ample medium and media in the third embodiment, respectively; 

FIG. 20 shows characteristic graphs indicating relationships between normalized output and linear recording den- 
sity; 

FIG. 21 shows characteristic graphs indicating relationships between medium SNR (S/N ratio) and the linear re- 
cording density; 
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FIG. 22 is a sectional view of a recording/reproduction-separation-type head; 

FIGS. 23(a) and 23(b) show characteristic diagrams indicating spike noise distributions of a comparison example 
medium and a medium in a fourth embodiment of the present invention; 

FIG. 24 shows characteristic graphs indicating relationships between bit error rate and the linear recording density; 
5 FIG. 25(a) is a schematic diagram showing a magnetic storage apparatus according to a fifth embodiment of the 

present invention; 

FIG. 25(b) is a vertical sectional diagram of the magnetic recording apparatus through a line A - A'; and 

FIG. 26 is a sectional view showing a layer configuration of a highly sensitive element that utilizes a tunneling 

magnetoresistive effect. 

10 

[0013] Other objects, features and advantages of the invention will become apparent from the following description 
of the embodiments of the invention taken in conjunction with the accompanying drawings. 

DETAILED DESCRIPTION OF THE EMBODIMENTS 

15 

[0014] A perpendicular magnetic recording medium and a magnetic storage apparatus according to the present 
invention will be described in detail with reference to the accompanying drawings. 

[001 5] In the perpendicular magnetic recording medium according to the present invention, a perpendicular recording 

layer is formed over a substrate through a soft magnetic undertayer. The soft magnetic undertayer is arranged to be a 
20 multilayer film constituted by a plurality of soft magnetic layers mutually and physically separated by non-magnetic 

layers. These soft magnetic layers are formed of nan ©crystals of which crystal lographic orientation is generally random. 

[0016] The nanocrystals herein refer to granular crystals with a size of approximately 5 to 15 nm. The nanocrystals 

are different from columnar crystals which are often seen in a thin film formed by a sputtering method in their geometries. 

"Mutual separation" refers to physical isolation. The non-magnetic layers for isolating the soft magnetic layers are 
25 characterized by having a thickness to the extent to which local magnetic loops are formed between adjacent soft 

magnetic layers. Accordingly, the non-magnetic layers need to be non-magnetic films that are so extremely thin that 

can be magnetostatically coupled to the adjacent soft magnetic layers. 

[001 7] A material which is substantially amorphous during film formation and from which ferromagnetic nanocrystals 
are formed by annealing is employed for the soft magnetic layers. Specifically, an FeTaC alloy, an FeNbC alloy, or an 
30 FeTiC alloy can be employed. Further, a small amount (0.5-1 .5 at %) of Cu may be added to these alloys so as to 
reduce the size of a-Fe nanocrystals formed after annealing. On the other hand, by adding Co to these alloys and 
thereby causing ct-FeCo nanocrystals having a Co concentration of 20 - 40 at %) to be formed, the Bs of the soft 
magnetic layers can be enhanced. 

[0018] The resulting a-Fe nanocrystals formed from the layer of the amorphous alloy by this annealing becomes 

35 random or disoriented three-dimensional ly. 

[0019] In the perpendicular magnetic recording medium having the configuration described above, through a mag- 
netostatic interaction that works between the soft magnetic layers formed to be adjacent to one another through the 
non-magnetic layer, local magnetic loops are formed. Accordingly, it is considered that a leakage flux is thereby re- 
strained, so that spike noise is suppressed. 

40 [0020] When the film thickness of each of the soft magnetic layers is set to be a range from 50 to 150 nm, the 
interiayer magnetostatic interaction can be efficiently worked. If the film thickness of each of the soft magnetic layers 
is set to be thinner than 50 nm, the coercivity of each of the soft magnetic layers increases. As a result, the magnetostatic 
interaction will not efficiently work. On the contrary, if the film thickness of each of the soft magnetic layers is set to be 
thicker than 150 nm, the effect of the magnetostatic interaction relatively decreases, so that the film thickness thicker 

45 than 150 nm is not desirable. 

[0021 ] For the non-magnetic layer formed between the soft magnetic layers, a material is employed which reacts as 
little as possible during annealing of the soft magnetic layers and becomes continuous when formed as a thin film. 
Specifically, it is preferable that an amorphous metal which has a high melting point and of which the film flatness is 
high, such as Ta, a NiTa alloy, a NiNb alloy, NiTaZr alloy, or a NiNbZr alloy is employed. Amorphous materials such as 

so b, C, Si, and Ge react with the soft magnetic layers during annealing described above. Then, as a result, they mag- 
netically become continuous, so that they do not act as the non-magnetic layers. Thus, these materials are not desirable 
for this application. "Amorphous" crystals herein has an irregular atomic arrangement that does not have long-range 
ordering but has short-range ordering, and also refer to extremely fine crystals with their grain size of approximately 
2 - 3 nm, which do not exhibit a clear diffraction peak when subjected to an X-ray diffraction analysis. 

55 [0022] Preferably, the film thickness of the respective non-magnetic layers is reduced as much as possible, in order 
to cause the interiayer magnetostatic interaction between adjacent soft magnetic layers to work strongly. By employing 
an amorphous metal such as Ta, the NiTa alloy, the NiNb alloy, the NiTaZr alloy, or the NiNbZr alloy, which has a high 
melting point and exhibits a high film flatness, the film thickness of the non-magnetic layer can be reduced to approx- 
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imately 1 nm. 

[0023] The film thickness and the number of layers for the soft magnetic layers constituting the soft magnetic under- 
layer can be selected according to the coercivrty of the perpendicular recording layer and the size of a magnetic head. 
When the soft magnetic underlayer of which the film thickness is 300 nm is required, various combinations of layers 
s can be selected as the multilayer film: a bi-tayer film with their respective film thickness of 150 nm, a tri-layer film with 
their respective film thickness of 100 nm, or a quad-layer film with their respective film thickness of 75 nm can be 
selected. 

[0024] The soft magnetic underlayer may be directly formed on the substrate. However, by forming the soft magnetic 
underlayer through a nonmagnetic pre-coat layer formed on the substrate, non-uniformity in soft magnetic character- 
10 istics attributed to the material of the substrate and a temperature distribution during annealing can be suppressed. A 
material that has good adhesion to the substrate and a flat surface, and exhibits low reactivity with the soft magnetic 
underlayer during annealing described above is desirable for forming the pre-coat layer. 

[0025] When the perpendicular recording layer is formed over the soft magnetic underlayer through a nonmagnetic 
intermediate layer, medium noise is suppressed. Thus, formation of the nonmagnetic intermediate layer is more de- 

15 sirable for formation of the perpendicular magnetic recording medium. An amorphous alloy, an alloy of a hexagonal 
closed packed (hep) structure, or an alloy of a face centered cubic (fee) structure can be employed as a material for 
the intermediate layer. The intermediate layer may be a single-layer film. Alternatively, a bi-layer film constituted by 
the amorphous alloy and the alloy of the hep structure can also be employed. A hep-Co alloy such as a CoCrPt alloy 
or a CoCrPtB alloy, a Co/Pd multilayer film, a CoB/Pd multilayer film, a CoSi/Pd multilayer film, Co/Pt multilayer film, 

20 a CoB/Pt, or a CoSi/Pt multilayer film can be employed for the perpendicular recording layer. 

[0026] Next, a magnetic storage apparatus that includes the perpendicular recording medium having the above- 
mentioned configuration will be described. This magnetic storage apparatus includes the perpendicular recording me- 
dium described above, a driving section for driving this medium in a recording direction, a magnetic head constituted 
by a recording section and a reproducing section, a unit for causing the magnetic head to move relative to the perpen- 

25 dicutar recording medium, and a recording/reproduction processing unit for receiving a signal from the magnetic head 
and reproducing an output signal from the magnetic head. The magnetic storage apparatus is characterized in that 
the recording section of the magnetic head is constituted by a single-pole-type head, and the reproducing section of 
the magnetic head is constituted by a highly sensitive element that utilizes a magnetoresistive effect or a tunneling 
magnetoresistive effect. 

30 [0027] The magnetic storage apparatus configured as described above includes a magnetic recording medium where 
spike noise and modulation are sufficiently reduced. Thus, the magnetic storage apparatus having an areal recording 
density of 50 gigabits or more per square inch and a high reliability can be implemented. 

First Embodiment 

35 

[0028] FIG. 1 shows a layer configuration of a magnetic recording medium according to a first embodiment. An alkali- 
cleaned, 2.5-inch type glass disk is employed for a substrate 11 . A pre-coat layer 12, a soft magnetic layer 13, a non- 
magnetic layer 14, a soft magnetic layer 15, an intermediate layer 16, a perpendicular recording layer 17, and a pro- 
tective layer 18 were laminated one upon another in this stated order using DC magnetron sputtering. Table 1 shows 
40 target compositions employed for formation of the respective layers. A layer structure constituted by the soft magnetic 
layer 13, the non-magnetic layer 14, and the soft magnetic layer 1 5 corresponds to the soft magnetic underlayer of a 
double-layer perpendicular recording medium. The number of the soft magnetic layers constituting the soft magnetic 
underlayer is employed herein for convenience; this underlayer is written as the bi-layer film soft magnetic underlayer. 

45 Table 1 



50 





Target composition 


Pre-coat layer 


Ni-37.5 at % Ta-1 0 at % Zr 


Soft magnetic layer 


Fe-8 at % Ta-1 2 at % C 


Fe-1 0 at % Ta-1 6 at % C-1 at % Cu 


Non-magnetic layer 


Ta 


Ni-37.5 at % Ta-1 0 at % Zr 


Intermediate layer 


Ni-37.5 at % Ta-1 0 at % Zr 


Perpendicular rec. layer 


Co-22 at % Cr-14 at % Pt Co-22 at % Cr-14 at % Pt 


Protective layer 


Carbon 
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Materials employed for the soft magnetic layers 13 and 15 are amorphous during film formation and are slightly mag- 
netized, so that they are not suitable for the magnetic underiayer. Accordingly, after the soft magnetic underiayer has 
been formed in order to cause a-Fe nan ©crystals with a great magnetic moment to be formed, annealing using an 
infrared lamp heater is performed for 12 seconds at a substrate reaching temperature of approximately 420°C. The 

5 Bs of the soft magnetic underiayer after this heat treatment was 1 .6 to 1 .7T. A perfluoroalkylpofyether material is diluted 
with a fluorocarbon material for application as a lubricant layer 19. As comparison examples, samples with a single- 
layer film or a soft magnetic layer 21 employed as the soft magnetic underiayer as shown in FIG. 2 were fabricated 
under the same film forming conditions. The film thickness of the single-layer soft magnetic film 21 of the comparison 
examples was set to the bi-layer film thickness, which is the sum of the thickness of the soft magnetic layer 13 and the 

10 thickness of the soft magnetic layer 15. Table 2 shows layer configurations and respective layer film thicknesses of 
media according to this embodiment and the comparison example media. 
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[0029] FIGS. 3(a) and 3(b) show the spike noise maps of a comparison example medium and the medium in this 
embodiment, respectively. FIGS. 4(a) and 4(b) show modulation images of the comparison example medium and the 
medium in this embodiment, respectively. For evaluation, a spin stand and a digital oscilloscope are employed, and a 
disk radius in the range of 16 - 30 mm was measured at 1 00 pm pitches. It can be seen that in the medium in this 
5 embodiment, by using the bMayer film as the soft magnetic underlayer through the non-magnetic layer 14, the spike 
noise corresponding to white portions in FIG. 3(a) has greatly decreased, and modulation of a read output, correspond- 
ing to shaded portions in FIG. 3(b) has been also suppressed. 

[0030] The reason why the spike noise has been suppressed is considered to be that the intertayer magnetostatic 
interaction works between the soft magnetic layer 13 and the soft magnetic layer 15 as shown in FIG. 5, so that local 
10 magnetic loops are formed, thereby reducing the leakage flux. On the other hand, the reason why modulation is sup- 
pressed is considered to be as follows: though strong uniaxial antsotropy as seen in amorphous materials is not induced 
to the soft magnetic layers in this embodiment and the soft magnetic layers of the comparison example, weak uniaxial 
anisotropy is sometimes induced during a film formation process. 

[0031] To take an example, in the comparison example medium that has employed the single-film soft magnetic 
is underlayer, a direction indicated by a dotted line in FIG. 6(a) becomes an easy axis of magnetization, and magnetization 
of the soft magnetic underlayer after formation of the medium is considered to be in the state indicated by arrows in 
FIG. 6(a). Since write efficiency and read efficiency are subject to the influence of the magnetization state of the soft 
magnetic underlayer, modulation occurs in the read output as a result. On the other hand, in the medium using the bi- 
layer soft magnetic underlayer, according to the present invention, the interlayer magnetostatic interaction described 
20 above works. Thus, magnetization of the soft magnetic underlayer after formation of the medium is considered to be 
in the state indicated by arrows in FIG. 6(b). It is considered that local reversal of magnetization in this manner reduces 
variations in the write efficiency and the read efficiency, so that modulation of the read output has been reduced. 
[0032] FIG. 7 shows relationships between the coercivity of the soft magnetic underlayer and the total film thicknesses 
of the soft magnetic layers. The coercivity values were measured along the easy axis of magnetization. By employing 
25 the bi-layer film as the soft magnetic underlayer regardless of the film thickness, a low coercivity can be obtained. This 
result implies that the interlayer magnetostatic interaction works between the soft magnetic layer 1 3 and the soft mag- 
netic layer 15. 

[0033] FIGS. 8(a), 8(b), and 8(c) show modulation images of the read outputs by the media in this embodiment, of 
which the film thickness of each of the soft magnetic layers 13 and 15 has been changed. When the film thickness of 

30 each of the soft magnetic layers is 1 00 nm or 150 nm, modulation is suppressed. When the film thickness is 200 nm 
or thicker, a comparatively large modulation is observed. This is because, since a difference between the magnetic 
head and the soft magnetic layer 1 3 on the side of the substrate increases, the write efficiency and the read efficiency 
is greatly influenced by the soft magnetic layer 1 5 on the side of the perpendicular recording layer. Accordingly, in order 
to suppress modulation of the read output, it is preferable that the film thickness of each of the soft magnetic layers is 

35 not more than 150 nm. 

[0034] FIGS. 9(a), 9(b), 9(c), and 9(d) are the spike noise maps of the media according to the present invention, of 
which the film thickness of the non-magnetic layer 14 has been changed. When the film thickness of the non-magnetic 
layer is reduced, the spike noise tends to decrease. The reason for this can be considered to an increase in the interlayer 
magnetostatic interaction between the soft magnetic layers: as the film thickness of the non-magnetic layer is reduced, 

40 the interlayer magnetostatic interaction between the soft magnetic layers increases, thereby strengthening the double- 
layer effect of forming the local magnetic loops. FIG. 1 0 shows the relationship between the coercivity of the soft 
magnetic underlayer and the film thickness of the non-magnetic layer. The coercivity values were measured along the 
easy axis of magnetization. Even if the film thickness of the non-magnetic layer is thin like 1 nm, the coercivity is greatly 
reduced, implying that the interlayer magnetostatic interaction works. When the film thickness of the non-magnetic 

45 layer is increased to be more than 3 nm, the coercivity tends to increase. The reason for this is considered to be a 
decrease in the interlayer magnetostatic interaction. Accordingly, in order to effectively utilize the interlayer magneto- 
static interaction between the soft magnetic layers and suppress the spike noise, it is preferable that the film thickness 
of the non-magnetic layer is set to be a range from 1 nm to 3 nm. 

[0035] As described above, by employing the bi-layer film as the soft magnetic underlayer formed through the non- 
50 magnetic layer, the spike noise and modulation of the read output can be reduced. 

Second Embodiment 

[0036] Magnetic recording media were fabricated by the procedure similar to the procedure in the first embodiment. 
55 in addition to the bi-layer film described in the first embodiment, a tri-layer film (shown in FIG. 11) and a quad-layer 
film (shown in FIG. 12) were employed as the soft magnetic underiayers. As comparison examples, media with their 
soft magnetic layers formed of amorphous materials were fabricated. Table 3 shows target compositions employed for 
formation of the respective layers, while Table 4 shows the layer configurations and the film thicknesses of the respective 
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layers of the media according to this embodiment and the comparison example media. 

Table 3 





Taraet comoosttion 


Prp-coat lavpr 

■ 1 \* V/V/uL Idy d 


Ni-37 5 at % Ta-1 0 at % Zr 


Soft magnetic layer 


Fe-1 0 at % Nb-1 6 at % C 


Fe-1? at %Ti-1B at% C 


Fe-10 at % Ta-16 at % C-1 at % Cu 


Fe-28 at % Co-20 at % B 


Non-magnetic layer 


Ta 


Ni-37.5 at % Nb-1 0 at % Zr 


Ni-37.5 at % Ta-10 at % Zr 


Intermediate layer 


Ni-37.5 at % Ta-10 at % Zr 


Co-40at%Cr 


Perpendicular rec. layer 


Co-22 at % Cr-14 at % Pt 


Co-17 at % Cr-14 at % Pt-4 at % B 


Protective layer 


Carbon 



25 



30 



35 



40 



45 



50 



55 
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[0037] The formation temperature of a-Fe nanocrysta!s differs according to the material employed for the soft mag- 
netic layer. Thus, by adjusting power to the infrared lamp heater, the annealing condition was adjusted. The Bs of the 
soft magnetic undertayer after annealing was 1 .4 to 1 .5 T and the peak substrate temperature during annealing was 
approximately 380°C when the FeNbC alloy was employed. The Bs of the soft magnetic underiayer was 1 .3 to 1 .4T 
5 and the peak substrate temperature was approximately 360°C when the FeTic alloy was employed. The Bs of the soft 
magnetic underiayer was 1 .6 to 1 .7T and the peak substrate temperature was approximately 400°C when an FeTaCCu 
alloy was employed. 

[0038] FIG. 13 shows results of examination of the microstructu res of the soft magnetic layers of a comparison 
example medium and the media in this embodiment using a thin film X-ray diffraction method (20 scan). An X-ray 

10 incident angle 6 relative to the surfaces of the samples was set to two degrees. In the soft magnetic layers in this 
embodiment, a-Fe 110, 200, and 21 1 diffraction peaks of the bcc structure were identified. This result shows that the 
soft magnetic layers are constituted by a-Fe nanocrystals and that the crystal lographic orientation of the crystals is 
not aligned in a specific direction. On the other hand, it can be confirmed that the FeCoB alloy of the comparison 
example medium is amorphous. 

is [0039] FIGS. 14(a) and 14(b) show results of observation of the microstructu re of the medium in this embodiment 
by aTransmisson Electron Microscope (TEM). FIGS. 14(a)' and 14(b)' are schematic diagrams of these results. Herein, 
a medium Q where the FeNbC alloy is employed for the soft magnetic layers and Ta is employed for the non-magnetic 
layer is shown by way of an example. In FIG. 14(a) showing a bright-field image obtained by observation of a section 
of the medium, there can be seen three soft magnetic layers constituted by non-columnar nanocrystals shown in FIG. 

20 1 4(a) 1 having their grain diameter of approximately 1 0 nm and non-magnetic layers by which the respective soft mag- 
netic layers are separated. In an electron diffraction pattern in FIG. 14(b) in the same field of view as for this bright- 
field image, a-Fe 110, 200, and 211 diffraction rings of the bcc structure, shown in FIG. 14(b)' are observed. From 
these images and diagrams, it is also seen that the crystal lographic orientation of the a-Fe nanocrystals that constitute 
the soft magnetic layers is not aligned in the specific direction, and is generally random. This result conforms to the 

25 result of the thin film X-ray diffraction analysis described above. 

[0040] FIGS. 15(a), 15(b), 15(c), and 15(d) are spike noise maps of a comparison example medium and the media 
in this embodiment. It can be seen that by forming the multilayer soft magnetic underiayer, the spike noise is reduced. 
Herein, media A, B, C, and D, where the FeNbC alloy was employed as the soft magnetic layer material, were shown. 
However, the similar tendency was observed in media E, F, G, H that used the FeTic alloy, and media I, J, K, and L 

30 that used the FeTaCCu alloy. On the other hand, in the comparison example media, even if the multilayer soft magnetic 
underiayer is formed, the spike noise is not reduced, as shown in FIGS. 16(a), 16(b), 16(c), and 16(d). These results 
demonstrate that when the soft magnetic underiayer is formed of multiple amorphous soft magnetic layers, the spike 
noise is not always reduced. Further, as shown in Fig. 17, the coercivity of the soft magnetic underlayers in this em- 
bodiment, when formed of multiple layers, tends to be greatly reduced. The coercivity of the soft magnetic underlayers 

35 in the comparison example media, however, does not tend to be reduced. Accordingly, it can be considered that, in 
the soft magnetic underlayers of the comparison example media, the interlayer magnet ostatic interaction has not 
worked efficiently, so that the spike noise is not reduced. 

[0041] From the foregoing description, it can be seen that, in order to reduce the spike noise through the interlayer 
magnetostatic interaction between the soft magnetic layers, use of the soft magnetic layers having the structure with 
40 the a-Fe crystals thereof generally formed in a random manner is effective. 

Third Embodiment 



[0042] Magnetic recording media were fabricated by the procedure similar to the procedure in the first embodiment. 
45 A tri-layer film (shown in FIG. 11) and a quad-layer film (shown in FIG. 12) were employed as the soft magnetic un- 
derlayers. A medium of which a single-layer film-was employed as the soft magnetic layer, shown in FIG. 2 was fab- 
ricated as a comparison example. Table 5 shows target compositions employed for formation of the respective layers, 
while Table 6 shows the layer configurations and the film thicknesses of the respective layers of the media according 
to this embodiment and the comparison example medium. 

50 



Table 5 





Target composition 


Pre-coat layer 


Ni-37.5 at % Ta-1 0 at % Zr 


Ta 


Soft magnetic layer 


Fe-8at%Ta-12at%C 
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Table 5 (continued) 





Target composition 


Non-magnetic layer 


TTa 


Intermediate layer 


Ni-37.5 at % Ta-1 0 at % Zr 


Co-40 at % Cr 


Perpendicular rec. layer 


Co-22 at % CM 4 at % Pt 


Co-17 at % Cr-14 at % Pt-4 at % B 


Protective layer 


Carbon 
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[0043] FIG. 18 shows the X-ray diffraction pattern of a medium C in this embodiment, which has been subject to a 
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6 - 28 scan. A strong diffraction peak is confirmed from a CoCrPtB (0002) plane, and A650 at the CoCrPtB 0002 diffraction 
peak determined from the 6 scan is 4.4 degrees, which is a small value. In this manner, a c axis of a CoCrPtB alloy 
film employed as the perpendicular recording layer is strongly perpendicular oriented. 

[0044] FIGS. 19(a), 19(b), and 19(c) are spike noise maps of the media in this embodiment and the comparison 
5 example medium. From these maps, it can be seen that, by employing the tri-layer film or the quad-layer film as the 
soft magnetic underlay er, the spike noise is greatly reduced. When the film of the soft magnetic undertayer is thick like 
400 nm as in this embodiment, in particular, an increase in the number of the soft magnetic layers for forming the soft 
magnetic undertayer is effective in reducing the spike noise. 

[0045] It is feared that when a multilayer structure formed through the non-magnetic layer is employed as the soft 

10 magnetic undertayer, the ability of the medium to help writing by the magnetic head is degraded, so that read/write 
characteristics would deteriorate. Then, the read/write characteristics were evaluated using the single-pole type head 
having a 0.25 urn track width for recording and a GMR head with a 0.07 urn shield gap and a 0.16 ujti track width for 
reproduction and under the condition of the head flying height being 10 nm. When the magnetic characteristics of the 
perpendicular recording layers of the media in this embodiment and the perpendicular recording layer of the comparison 

is example medium were measured by a Kerr-effect magnetometer, the coervictties of the media were 3. 95 - 4.05 kOe, 
and squarenesses of the media were 0.98 - 0.99: there was not seen a noticeable difference between the perpendicular 
recording layers in this embodiment and the perpendicular recording layer of the comparison example. 
[0046] FIGS. 20 and 21 show the dependence of the read output on the linear recording density and the dependence 
of a medium SNR (S/N ratio) on the linear recording density, respectively. Even if the soft magnetic undertayer was 

20 formed of multiple layers, an output resolution and the medium SNR are not reduced, demonstrating that the ability of 
the medium to help writing by the magnetic head is not degraded. This is because the non-magnetic layer employed 
for the soft undertayer in this embodiment has the thin film thickness of 2.5 nm. This is also because since the number 
of the non-magnetic layers is small, a reduction in the magnetic permeability of the soft magnetic undertayer due to 
the multilayer structure is very small. 

25 [0047] In other words, it is considered that the same write magnetic field profile was obtained as in the case where 
a single-layer film soft magnetic undertayer was employed, so that the output resolution and the medium SNR are not 
reduced. Incidentally, as shown in FIG. 22, a recording/reproduction- separation-type head used for this evaluation 
has a known structure that includes a main pole 221 , recording coils 222, an auxiliary pole/upper shield 223, a GMR 
element 224, and a lower shield 225. 

30 [0048] As described above, by employing the soft magnetic undertayer in this embodiment, the spike noise can be 
reduced without degrading the read/write characteristics, thereby allowing an improvement in the quality of an output 
signal. 

Fourth Embodiment 

35 

[0049] A magnetic recording medium was fabricated by the procedure similar to the procedure used in the third 
embodiment, except for use of a PdB single-layer film as the intermediate layer and a CoB/Pd multilayer film as the 
perpendicular recording layer. The PdB single-layer film and the CoB/Pd multilayer film were formed at an Ar/0 2 at- 
mosphere where a sputtering-gas pressure was 5.6 Pa and an oxygen partial pressure was 35 mPa. The quad-layer 
40 film shown in FIG. 1 2, described in the second and third embodiments was employed as the soft magnetic undertayer. 
Further, a medium using the single-layer film, shown in FIG. 2 was fabricated as a comparison example. Table 7 shows 
target compositions employed for formation of the respective layers, while Table 8 shows the layer configurations and 
the film thicknesses of the respective layers of the medium according to this embodiment and the comparison example 
medium. 

45 



Table 7 





Target composition 


Pre-coat layer 


Ni-37.5 at % Ta-1 0 at % Zr 


Ta 


Soft magnetic layer 


Fe-9at%Ta-12at%C 


Non-magnetic layer 


TaTa 


Intermediate layer 


Pd-b at % B 


Perpendicular rec. layer 


Co-15at%B 


Pd 
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Table 7 (continued) 





Target composition 


Protective layer 


Carbon 
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[0050] When the magnetic characteristics of the perpendicular recording layer of the medium in this embodiment 
and the comparison example medium were measured by the Kerr-effect magnetometer, the coervtcities of the perpen- 
dicular recording layer in this embodiment and the perpendicular recording layer of the comparison example were 5.85 
kOe and 5.90kOe t respectively, and squarenesses were both 1 : there was not seen a noticeable difference between 

5 the perpendicular recording layer in this embodiment and the perpendicular recording layer of the comparison example. 
[0051] FIGS. 23(a) and 23(b) are spike noise maps of the comparison example medium and the medium in this 
embodiment, respectively. From these maps, it can be seen that even if a Co/Pd-multilayer-film-based material is 
employed for the perpendicular recording layer, by employing the soft magnetic underlayer of the multilayer structure 
formed through the non-magnetic layers in this embodiment, the spike noise can be reduced. In this manner, the soft 

10 magnetic underlayer according to the present invention does not limit a material for the perpendicular recording layer. 
[0052] Next, in order to confirm that a deterioration in the reaoTwrite characteristics resulting from formation of the 
soft magnetic underlayer using multiple layers even if the coercMty of the perpendicular recording layer is approximately 
6 kOe, which is a high value, the bit error rate of the medium in this embodiment and the bit error rate of the comparison 
example medium were measured. The measurements were performed using the single-pole-type head with the 0.25 

15 pjn track width for recording and the G MR head with a 0.065 urn shield gap and the 0. 1 6 um track width for reproduction 
and under the condition of the head frying height being 10 nm. Further, in order to remove the influence of the spike 
noise on the bit error rate, in regard to the comparison example medium as well, evaluation was performed at the disk 
radius of 25 mn where no large spike noise was observed. 

[0053] FIG. 24 shows the dependence of the bit error rate on the linear recording density. From FIG. 24, it can be 
20 seen that even if the soft magnetic layer was formed of multiple layers, no noticeable difference in the bit error rate is 
not seen between the soft magnetic formed of multiple layers and the soft magnetic layer formed of a single layer, and 
recording/reproduction characteristics do not deteriorate. An error occurs with a high probability at a location where 
the spike noise is produced. Thus, when evaluation is performed on the entire disk, the lower bit error rate can be 
achieved with the medium in this embodiment than the comparison example medium. 
25 [0054] As described above, according to the present invention, by employing the soft magnetic underlayer of a mul- 
tilayer structure formed through the non-magnetic layer, even if the Co/Pd-muIti layer-film- based material is used from 
which the high coercivity of the perpendicular recording layer is obtained, the spike noise can be reduced without a 
deterioration in the recording/reproduction characteristics. The quality of an output signal can be thereby improved. 
Fifth Embodiment 

30 [0055] A magnetic recording apparatus according to a fifth embodiment of the present invention will be described 
with referenced FIGS. 25(a) and 25(b). 

This magnetic recording apparatus has a general configuration that includes a perpendicular magnetic recording me- 
dium 251 , a driving section 252 for driving the perpendicular magnetic recording medium 251 for rotation, a magnetic 
head 253, a driving unit 254 for the magnetic head 253, and a recording/reproduction signal processing unit 255 for 

35 the magnetic head 253. The magnetic head used herein is the recording/reproduction-separation-type magnetic head 
formed on a magnetic head slider. The track width of the single-pole-type recording head is 0.25 um, the shield gap 
of the GMR head for reproduction is 0.08 um, and the track width of the GMR head is 0.22 um. When the medium C 
of the above-mentioned third embodiment has been incorporated into the magnetic recording apparatus and then the 
reading/reproduction characteristics were evaluated under the condition where the head frying height was 10 nm, the 

40 linear recording density was 590 kBPI, and the track density was 89 kTPI, a recording/reproduction characteristic 
specification for the linear recording density of 52.5 Gb/in 2 was fully met in the temperature range of 10°C to 50°C. 

Sixth Embodiment 

45 [0056] The medium C in the third embodiment was incorporated into a magnetic storage apparatus configured in a 
similar manner to the magnetic storage apparatus in the fifth embodiment and employing a highly sensitive element 
that utilizes the tunneling magnetoresistive effect as a read head. Then, evaluation on recording and reproduction was 
performed under the condition where the head frying height was 10 nm, the linear recording density was 674 kBPI, 
and the track density was 89 kTPI. A recording/reproduction characteristic specif ication for the areal recording density 

so of 60 Gb/in 2 was fully met in the measuring temperature range of 1 0°C to 50°C. The highly sensitive element employed 
for this evaluation, which utilizes the tunneling magnetoresistive effect, has a known structure that includes an upper 
electrode 261 , an antiferromagnetic layer 262, a pinned layer 263, an insulating layer 264, a free layer 265, and a lower 
electrode 266. 

[0057] As clear from the foregoing description, according to a perpendicular magnetic recording medium of the 
55 present invention and the method of manufacturing the perpendicular magnetic recording medium, in the perpendicular 
magnetic recording medium with a perpendicular recording layer formed over a substrate through a soft magnetic 
underlayer, the soft magnetic underlayer is arranged to include a plurality of soft magnetic layers physically separated 
by non-magnetic layers. Then, the soft magnetic layers are constituted by nanocrystals, and local magnetic loops are 
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formed through an interiayer magnetostatic interaction that works between the soft magnetic layers that are adjacent 
to each other through each of the non-magnetic layers. A leakage flux is thereby restrained. Thus, spike noise is 
suppressed, and modulation of an output signaJ is also suppressed. Hence, according to the perpendicular magnetic 
recording medium and the method of manufacturing the perpendicular magnetic recording medium, the perpendicular 
magnetic recording medium with the recording density of 50 gigabits or more per square inch and a high medium S/ 
N can be realized. 

[0058] Further, according to a magnetic storage apparatus of the present invention, by providing the perpendicular 
magnetic recording medium with the above-described configuration, the magnetic storage apparatus with the recording 
density of 50 gigabits or more per square inch, a low error rate, and a high reliability can be realized. 
[0059] Other features of the present invention describe, as follows. 

[0060] A method of manufacturing a perpendicular magnetic recording medium with a perpendicular recording layer 
formed over a substrate through a soft magnetic underlayer, wherein for forming the soft magnetic underlayer, alternate 
lamination of amorphous alloy layers that are mainly constituted by Fe and non-magnetic layers is performed, and 
annealing for causing a-Fe nonocrystals to be formed from the amorphous alloy layers is performed. 
[0061] A magnetic storage apparatus including a perpendicular recording medium with a perpendicular recording 
layer formed over a substrate through a soft magnetic underlayer, a driving section for driving the perpendicular re- 
cording medium in a recording direction, a magnetic head including a recording section and a reproducing section, a 
unit for moving the magnetic head relative to the perpendicular recording medium, and a recording/reproduction 
processing unit for receiving a signal from the magnetic head and reproducing an output signal of the magnetic head, 
wherein in the perpendicular recording medium, the soft magnetic underlayer includes a plurality of soft magnetic layers 
physically separated by non-magnetic layers, and the soft magnetic layers are constituted by nanocrystals with a gen- 
erally random crystallographic orientation. 

[0062] The recording section of the magnetic head is constituted by a single-pole-type head and the reproducing 
section of the magnetic head is constituted by a highly sensitive element that utilizes a magnetoresistive effect or a 
tunneling magnetoresistive effect. 

[0063] It should be further understood by those skilled in the art that although the foregoing description has been 
made on embodiments of the invention, the invention is not limited thereto and various changes and modifications may 
be made without departing from the spirit of the invention and the scope of the appended claims. 



Claims 

1. A perpendicular magnetic recording medium with a perpendicular recording layer (17) formed over a substrate 
(11) through a soft magnetic underlayer (111, 112, 113, 114, 115), wherein 

a plurality of soft magnetic layers (111, 113, 115) comprising nanocrystals and non-magnetic layers (112, 
114) for physically separating the soft magnetic layers (111 , 113, 115) are seen on a transmission electron micro- 
scopy image observed by irradiating a section of the perpendicular magnetic recording medium with an electron 
beam in a direction of a normal to the section, and 

wherein 110, 200, and 211 diffraction rings of a body-centered cubic (bcc) structure are seen on an electron 
diffraction pattern in a same view as for the transmission electron microscopy image. 

2. A perpendicular magnetic recording medium with a perpendicular recording layer (17) formed over a substrate 
(11) through a soft magnetic underlayer (111, 112, 113, 114, 115), wherein the soft magnetic underlayer (111, 112, 
113, 114, 115) includes a plurality of soft magnetic layers (111, 113, 115) physically separated by non-magnetic 
layers (112, 114), and 

wherein the soft magnetic layers (111 , 113, 115) comprise nanocrystals with a generally random crystallo- 
graphic orientation. 

3. The perpendicular magnetic recording medium according to claim 2, wherein the soft magnetic underlayer (111, 
112, 113, 114, 115) includes the plurality of soft magnetic layers (111, 113, 115) physically separated by the non- 
magnetic layers (112, 114), wherein 

the soft magnetic layers (111 , 113, 115) comprise nanocrystals, and 

wherein local magnetic loops are formed between the soft magnetic layers (111, 113) (113, 115) that are 
adjacent to each other through the non-magnetic layers (112, 114). 

4. The perpendicular magnetic recording medium according to claim 2, wherein the soft magnetic underlayer (111 , 
112, 113, 114, 115) includes the plurality of soft magnetic layers (111, 113, 115) physically separated by the non- 
magnetic layers (112, 114), and 
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wherein a thin-film X-ray diffraction profile measured with an X-ray incident angle fixed relative to a surface 
of a sample of the soft magnetic layers (111, 112, 113, 11 4 t 115) hasa-Fe 110, 200, and 211 diffraction peaks. 

5. The perpendicular magnetic recording medium according to claim 4, wherein an electron diffraction pattern of the 
s nanocrystals with the generally random crystal lographic orientation has 110, 200, and 211 diffraction rings of a 

body-centered cubic structure, the electron diffraction pattern being measured by irradiating a section of the per- 
pendicular magnetic recording medium with an electron beam in a direction normal to the section. 

6. A perpendicular magnetic recording medium with a perpendicular recording layer (17) formed over a substrate 
10 (11) through a soft magnetic underlayer (1 3, 1 4, 1 5), wherein 

the soft magnetic underlayer (1 3, 1 4, 15) includes a plurality of soft magnetic layers (13, 15) physically sep- 
arated by a non-magnetic layer (14), and 

wherein the soft magnetic layers (13, 15) comprise nanocrystals precipitated by annealing. 

is 7. The perpendicular magnetic recording medium according to claim 6, wherein the non-magnetic layer (14) pos- 
sesses heat resistance that can prevent an interfactal reaction with the soft magnetic layers (13, 15), to such a 
degree that the non-magnetic layer (14) acts as the non-magnetic layer (14) after the annealing. 

8. The perpendicular magnetic recording medium according to claim 4, wherein the nanocrystals are granular crystals 
20 with a size of 5 to 1 5 nm. 

9. The perpendicular magnetic recording medium according to claim 4, wherein the non-magnetic layers (112, 114) 
have a thickness of 1 to 3 nm, and the soft magnetic layers (111 , 113, 115) have a thickness of 50 to 150 nm. 

25 10. The perpendicular magnetic recording medium according to claim 4, wherein the soft magnetic layers (111,113, 
115) contain Fe as a first element, C as a second element, and at least one element selected from Ta, Nb, and Tl 
as a third element. 

11. The perpendicular magnetic recording medium according to claim 4, wherein the non-magnetic layers (112, 114) 
30 are Ta thin films or amorphous alloy thin films containing at least one of Ta and Nb. 

12. The perpendicular magnetic recording medium according to claim 4, wherein the non-magnetic layers (112, 114) 
are amorphous metal thin films with a disordered atom arrangement without having long-range ordering, or micro- 
crystal metal thin films that do not exhibit a clear X-ray diffraction peak. 
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13. The perpendicular recording medium according to claim 4, wherein the non-magnetic layers (112, 114) have such 
a thickness as to cause a magnetostatic interaction to work between the soft magnetic layers (111, 113) (113, 115) 
adjacent to each other. 
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FIG. 1 
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FIG. 3 
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FIG. 4 
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FIG. 5 
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FIG. 7 
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FIG. 9 
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FIG. 10 
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FIG. 11 
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FIG. 12 
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FIG. 13 
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FIG. 15 
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FIG. 16 
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FIG. 17 
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FIG. 18 
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FIG. 19 
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FIG. 20 
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FIG. 22 
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FIG. 23 
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FIG. 24 
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